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TECHNICAL RAW MATERIALS*

FIG. 105.    Genuine Camel's Hair from Camelus bactrianus.    (T. F. HANAUSEK.)
G beard hair;  IF wool hair,    ep epidermal scales; / deposit of pigment; m medullary
cells (only a few drawn with contents).
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FIG. 106.    Camel's Hairs.   T. F. HANAUSEK.)
(A different sort from that shown in Fig. 105.)
w wool hairs; g beard hair with narrow medulla; gf beard hair with broad medulla; w'
intermediate form with interrupted medulla. / accumulations of pigment, w 20^ and 25^
hroad with respectively 6.5 and 7.0 scales in ioo/z; wf 40/1 broad; g 6o/j. broad; g' no/t
broad. The first wool hair is shown inverted, with scales pointed downward; in g and g'
only part of the epidermal scales, the fibers, and the medullary cells are shown; in w' the
fibers are shown only in the upper part.